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© A process for producing a multilayer molded article comprising a skin material laminated on the surface of a 
foamed thermoplastic resin comprising; 

placing a skin material between an unclosed pair of female and male molds; 

supplying a molten resin composition obtained by melt kneading a foaming agent with a glass fiber- 
containing thermoplastic resin which contains 3 - 40 % by weight of glass fiber and has bending modulus of 
elasticity of 20,000 kg/cm 2 or more at a room temperature between the said skin material and one of the female 
and male molds; 

closing the molds to fill the molten resin composition in a cavity formed by both the female and male molds; 
opening both the molds and foaming the molten resin composition by reducing pressure; and 
cooling to solidify it. 

A light weight, little deformation multilayer molded article comprising a skin material laminated on a surface of a 
foamed thermoplastic resin can be produced in a high cycle. 



Rank Xerox (UK) Business Services 

(3.10/3.09/3.3.41 



EP 0 658 410 A2 



This invention relates to a process for producing a multilayer molded article comprising a foamed 
thermoplastic resin and laminated thereon a skin material and to the thus-produced multilayer molded 
article, which can be used for automobile interior parts and home electric products. 

Multilayer molded articles laminated with a skin material on their surface are widely used in various 
s fields, for example, as automobile interior parts and home electric products in view of their good shaping 
property and low production costs. 

To meet the strong demand for lightning of these multilayer molded articles, there has recently been 
proposed that a skin material is laminated on the surface of a foamed resin base. 

JP-A-No.4-1 48907 discloses a process for producing such multilayer molded articles, comprising the 
io steps of: 

placing a skin material between an unclosed pair of female and male molds; 

supplying a molten thermoplastic resin composition kneaded with a foaming agent between said skin 
material and one of the female and male molds; 
closing the said pair of molds; 
75 opening them and foaming a molten resin composition under reduced pressure; and 
cooling to solidify it. 

By this process, light multilayer molded articles with good appearance can be produced in a high 
molding cycle and low cost. However, it has a problem that deformation of the molded article occurs 
depending upon the shapes of the multilayer molded articles, particularly bending angles at bended parts of 
20 products become outwardly wider than the designed value. This problems can effectively be prevented by, 
for example, increasing the thickness of the resin bases or sufficiently cooling the multilayer molded articles 
under adequate pressure in the molds, but these methods cause another problem that the weight of the 
articles increases.and a molding cycle becomes long or that softness of the skin materials is damaged. 

It is an object of the present invention to provide a process which, without causing undesired 
25 deformation of molded articles, enables the production of a light weight multilayer molded article at a high 
molding cycle and low cost. 

This object was achieved on the basis of the finding that the above mentioned purpose can be attained 
when a thermoplastic resin with a specific bending modulus of elasticity and containing a specific amount of 
glass fiber is used. 

30 Thus, the present invention provides a process for producing a multilayer molded article wherein a skin 
material is laminated on a surface of a foamed thermoplastic resin base, which comprises the steps of 
placing a skin material between an unclosed pair of female and male molds; 

supplying a molten resin composition obtained by melt kneading of a roaming agent with a thermoplas- 
tic resin which contains 3 - 40 % by weight of glass fiber and which has a bending modulus of elasticity of 
35 20,000 kg/cm 2 or more at room temperature between the said skin material and one of female or male 
molds; 

closing both the molds to fill the cavity formed by female and male molds with the molten resin 
composition; 

opening both the molds to foam the molten resin composition under reduced pressure; and 
40 cooling to solidify it. 

The present invention is illustrated in detail as follows. 

It is necessary that, in order to decrease the deformation of the molded article, the content of the glass 
fiber in the thermoplastic resin is 3 - 40 % by weight and the bending modulus of elasticity (measurement 
according to JIS K6758) at room temperature of the glass fiber-containing thermoplastic resin is 20,000 

45 kg/cm 2 or more. The bending modulus of elasticity of the thermoplastic resin is brought to the above- 
mentioned values by the adjustment of the amount of glass fiber to be blended. 

The kind of thermoplastic resins is not particularly limited as far as they satisfy these conditions. 
Polypropylene resin, polyethylene resin, polyvinylchloride resin, polystyrene resin, poly methylmethacryrate 
resin, polycarbonate resin, poly amide resin such as nylon, and acrylonitrile - butadiene - styrene block 

so copolymer, which have been used for injection molding, press molding, extruding molding and the like, can 
be used. 

Among these, polypropyrene resin is preferably used in the present invention. 

In these thermoplastic resins, various conventional additives such as a coloring agent and a filler such 
as talc and calcium carbonate, and a weatherbiltty agent may be blended. 
55 As the above mentioned polypropylene resin, propylene homopolymer, various copolymers containing 
propylene as the main component such as ethylene - propylene copolymer are used, and among these 
polypropylene resins, the one with a melt flow index (Ml) of 15 - 300 is preferred. The melt flow index 
mentioned herein is a value measured according to JIS K7210 (230 *C, 2.16 kg). 
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The glass fiber to be blended with the above mentioned thermoplastic resin is not restricted in its kind 
and shape, but those with the average fiber length in the multilayer molded article in a range 0.5 - 15 mm, 
particularly glass fiber with average fiber length of 1 mm or more is preferred, and it is preferred that fiber 
diameter is within the range 3 - 20u.m. 

5 The method for mixing the thermoplastic resin and glass fiber is not particularly restricted. For example, 

the thermoplastic resin powder or pellets are mixed with glass fibers of a prescribed length, preferably 5 - 
25mm, or so-called long fiber-reinforced thermoplastic resin pellets, which can be obtained by cutting a 
thermoplastic resin-covered bunch of glass fiber to an adequate length, preferably 5 - 25mm, are used. In 
order to keep average fiber length of 1 mm or more in the resin article, attention is to be paid not to cut the 

io glass fibers excessively during kneading the thermoplastic resin. 
The said average fiber length can be determined as follows: 
After the combustion of base resin of the multilayer molded article, residual glass fibers which remain as 
ash are randomly collected and the sum of sampled glass fiber length is divided by the number of the 
sampled glass fiber. The number of the sampled glass fiber is usually about 200 or more. 

75 The foaming agent used in the present invention is not particularly restricted, but those conventionally 
used in the production of foamed thermoplastic resin articles can be used. For example, inorganic foaming 
agents such as sodium bicarbonate and organic foaming agents such as azodicarbonamide are exemplified. 
The amount of said foaming agent is the same as in the conventional usages and not particularly restricted. 
It is usually 0.5-5 % by weight of the glass fiber-containing thermoplastic resin. 

20 As the skin material of the present invention, e.g. a woven fabric, knitting fabric, non-woven fabric, sheet 
or film of thermoplastic resin or thermoplastic elastomer is used, and these may have uneven patterns such 
as a grain on the surface. Furthermore various foamed sheets, for example, foamed article of thermoplastic 
resin such as polyolefin resin, polyvinylchloride resin and polystyrene resin, the roamed article of 
thermosetting resin such as polyurethane, foamed rubber of cis-1 ,4-polybutadiene, ethylene - propylene 

25 copolymer and so on can be used. 

These skin materials may be used alone or as multilayered skin materials wherein two or more of said 
materials are laminated with an adhesive, for example, a woven fabric, non-woven fabric, sheet or film of 
thermoplastic resin or thermoplastic elastomer is laminated on a foamed sheet. 

When these skin materials are used in the present invention, pre-heating and pre-shaping may be 

30 performed in advance in order to adjust tensile stress and the elongation of the skin materials. 

Brief illustration of drawings: 

Figure 1 is a rough sketch of the cross section of the mold apparatus of the process of the present 
35 invention, wherein the skin material is placed between open molds. 

Figure 2 is a rough sketch of the cross section of the mold apparatus of the process of the present 
invention, wherein the molten resin composition is fed between the skin material and the female mold. 

Figure 3 is a rough sketch of the cross section of the mold apparatus of the process of the present 
invention, wherein the resin is foamed by opening slightly the molds after closing. 
40 Figure 4 is the cross section of the central part of the multilayer molded article obtained by the process 
of the present invention. 

Figure 5 shows a deformed state at the end of bending part of the multilayer molded article. 

The signs used in these figures denote the followings: 



(1) 


female mold 


(2) 


male mold 


(3) 


clamper 


(4) 


resin-feeding opening 


(5) 


resin-feeding pass 


(6) 


skin material 


(7) 


cooling pipe 


(11) 


molten resin composition 


(12) 


foamed resin composition 


(20) 


multilayer molded article 


e 


deformation angle 







A molding apparatus used in the present invention comprises a pair of female (1) and male (2) molds 
as exemplified in figures 1-3. 
55 Clampers (3) which can freely expand and contract by e.g. oil pressure, air pressure or a spring in such 
a direction that permits the clamping of the molds to fix skin materials are equipped adjacent to the outer 
part of the male mold (2). These clampers (3) are properly adjusted to correspond to the complexity of a 
product shape. For this purpose, a certain means such as pins for controlling the expansion of a skin 
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material (6) at clamping may be set on the clampers. The skin material may be clipped between the 
clamper (3) and a parting plane of the female mold (1) and the expansion of the skin material may be 
controlled by adjusting power on the clamper. 

In the male mold (2), a resin-feeding pass (5) for providing molten resin and arbitrary numbers of resin- 
s feeding openings (4), through which molten resin is provided in the cavity, are equipped. Naturally, the said 
resin-feeding pass (5) and resin-feeding openings (4) may be equipped on the female mold (1) when the 
mold design requires. Cooling pipe (7) for cooling molds may be equipped on both or one of male mold (2) 
and female mold (1) according to its necessity. 

By using the said apparatus, a specific method for carrying out the method of the present invention is 
w illustrated. Following illustration is an example of the present invention and the present invention is not 
restricted only to this. 

The skin material (6) is fixed by the clamper (3) and placed between unclosed female (1 ) and male (2) 
molds (Figure 1). Next, after the female mold (1) is lowered to an appropriate position, a molten resin 
composition (11) obtained beforehand by melt kneading of a thermoplastic resin, glass fiber and a foaming 

is agent by an injection machine (not shown in figure) is provided between the skin material (6) and male mold 
(2) through the resin-feeding pass (5) and the resin-feeding opening (4) (Figure 2). At this time the molten 
resin composition may be fed after the female mold (1) has been lowered or during the female mold (1) is 
being lowered, but in the latter case, the feeding of the molten resin composition must be finished at the 
same time or before the finish of clamping of the molds. 

20 In the case that feeding of the molten resin has finished before completion of closing the molds, the 
female mold (1) is taken down further after the molten resin is fed, and the molten resin composition fed is 
spread in the mold and filled in the cavity formed by the pair of female and male molds. By this time the 
foaming agent in the molten resin composition has already decomposed and the gas generated is contained 
in the resin. Then, the female mold (1) is opened a little, and by reducing pressure, the unsolidified molten 

25 resin composition is foamed, and the thus foamed molten resin composition (12) is cooled and solidified as 
it stands (Figure 2). After that, the molds are opened to take out the molded article. Thus, the multilayer 
molded article (20) wherein the skin material is laminated on the surface of the foamed thermoplastic resin 
can be obtained. Further, the extent of the foaming of the molten resin can be adjusted freely by adjusting 
the extent of the opening of the female mold (1). The female mold (1) is again lowered a little before the 

30 molded article is taken out and the solidified or unsolidified foamed thermoplastic resin composition (12) 
may be pressed again. 

By the process of the present invention a multilayer molded article comprising a skin material laminated 
integratedly on the surface of a glass-containing foamed thermoplastic resin base, which is light and hardly 
deforms, can be obtained, which is particularly suitable for interior parts of an automobile, for example, an 
35 instrument panel, a door trim, a seat back, a partition board and a console box. 

(Examples) 

The present invention is illustrated by examples as follows, but it is needless to say that the present 
40 invention is not restricted to them. 

Example 1 

A laminated sheet comprising a foamed polypropylene sheet (thickness of 3 mm, an expansion rate of 
45 15 times) laminated as a lining material on a polypropylene elastomer sheet with a thickness of 0.5 mm was 
placed on a clamper (Figure 1), and was clamped between a parting plain of a female mold by bringing 
down the female mold. While a skin material being slipped into a cavity, the female mold was further slowly 
taken down and, when the cavity clearance reached 20 mm, a molten polypropylene resir composition 
(melting temperature : 200 °C) was fed between the surface of a male mold and the skin material from a 
so resin-feeding opening as shown in figure 2. 

The molten polypropylene resin composition used here was obtained by melt kneading of 95 parts by 
weight of a glass fiber-containing polypropylene resin composition comprising a mixture of glass fiber and 
Sumitomo Norblene AX568 (polypropylene resin manufactured by Sumitomo Chemical Co., Ltd., Ml:65), the 
content of glass fiber being 15 % by weight and average glass fiber length being 2 mm, and the bending 
55 modulus of elasticity of the mixture being 31 ,000 kg/cm 2 , and 5 parts by weight of an polyethylenic foaming 
agent masterbatch (MB1023 manufactured by Sankyo Chemical Co., Ltd.,) which contains 30 % by weight 
of foaming agent. 
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After supplying the molten polypropylene resin composition, the female mole was further taken down to 
close the molds, and then raised a little to open the molds. The molds were cooled at this state so that the 
resin composition was solidified (Figure 3), then the molds were opened, and the molded article was taken 
out. During this molding process the female mold was adjusted to 30 - C and the male mold to 70 *C 
5 before cooling. 

Thus, an interior part of an automobile comprising a skin material laminated on the surface of a foamed 
resin with a thickness of 2.5 mm and an expansion rate by foaming of 1 .4 times, which had the dimension 
with length of 900 mm, a width of 750 mm, a bending angle at the end of 90 degrees, and a height at the 
end of bended part of 10 mm, and of which cross section of central part is shown in figure 4, was obtained. 
70 After the product was allowed to stand in a room for a day, the bended part was slightly opened outward, 
the bending angle was 93 degrees and the deformation angle ( 6 ) was 3 degrees. 

Example 2 

75 In the same manner as in Example 1 but using the glass fiber-containing polypropylene resin 
composition with average glass fiber length of 1.3 mm, glass fiber content of 7 % by weight and the 
bending modulus of elasticity of 22,000 kg/cm 2 at 23 *C, a similar interior part of an automobile was 
obtained. 

After the interior part of an automobile obtained was allowed to stand in a room for a day, the bending 
20 angle was 95 degrees and the deformation angle ( 0 ) was 5 degrees. 

Example 3 

In the same manner as in Example 1 but using the glass fiber-containing polypropylene resin 
25 composition with average glass fiber length of 0.6 mm, glass fiber content of 15 % by weight and the 
bending modulus of elasticity of 29,000 kg/cm 2 at 23 *C, a similar interior part of an automobile was 
obtained. 

After the interior part of an automobile obtained was allowed to stand in a room for a day, the bending angle 
was 98 degrees and the deformation angle ( 6 ) was 8 degrees. 

30 

Comparative example 1 

In the same manner as in Example 1 except that no glass fiber was blended and Sumitomo Norblene 
BP25077 (polypropylene resin manufactured by Sumitomo Chemical Co., Ltd., Ml: 40, a bending modulus 
35 of elasticity: 22,000 kg/cm 2 ) was used as a resin component, a similar interior part of an automobile was 
obtained. 

After the interior part of an automobile obtained was allowed to stand in a room for a day, the bending 
angle was 103 degrees and the deformation angle ( 6 ) was 13 degrees. 

40 Comparative example 2 

In the same manner as in Example 1 except that Sumitomo Norblene AX574 (manufactured by 
Sumitomo Chemical Co., Ltd., Ml: 45) as a polypropylene resin was used and the glass fiber-containing 
polypropylene resin composition with a bending modulus of elasticity of 19,000 kg/cm 2 at 23 'C, containing 
45 glass fiber with average glass fiber length of 1 .5 mm in an amount of 4 % by weight was used, a similar 
interior part of an automobile was obtained. 

After the interior part of an automobile obtained was allowed to stand in a room for a day, the bending 
angle was 115 degrees and the deformation angle ( $ ) was 1 5 degrees. 

so Claims 

1. A process for producing a multilayer molded article wherein a skin material is laminated on a surface of 
a foamed thermoplastic resin base, which process comprises steps of: 

placing a skin material between an unclosed pair of female and male molds; 
55 supplying a molten resin composition comprising a foaming agent and a thermoplastic resin having 

a bending modulus of elasticity of 20,000 kg/cm 2 or more at room temperature and containing 3-40 % 
by weight of glass fiber between the said skin material and one of the female and male molds; 

closing said pair of molds to fill the cavity formed by said molds with said molten resin 
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composition; 

opening the molds to foam the molten resin composition under removed pressure; and 
cooling to solidify it. 

A process for producing the multilayer molded article of claim 1 wherein the average fiber length of the 
glass fiber is 1 mm or more. 

A process for producing the multilayer molded article of claim 1 or 2 wherein the thermoplastic resin is 
a polypropylene resin. 

A process for producing the multilayer molded article described in claim 3 wherein the melt flow index 
at 230 • C of the polypropylene resin is within a range of 1 5 - 300. 

A multilayer molded article obtained by the process of any one of claims 1 to 4. 
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Figure 1 
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Figure 3. 



Figure 4 




Figure 5 
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